70303 U.S. pro 






05/14/97 



PATENT 
Atty. Docket No. 443-17 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

UTILITY APPLICATION FEE TRANSMITTAL 



Sir: 



Transmitted herewith for filing is the patent application of 
Inventor(s): Masaaki Yamanaka. Hiroshi Koyama and Yasuhiro Ueda 



-J: 



iXD 



CM 



For: 



Enclosed are: 



SYNTHETIC PAPER WITH EXCELLENT PRINTABILITY 



[X] 

[X] 

[X] 

[] 

[X] 

[X] 

[X] 



40 



page(s) of specification 
page(s) of Abstract 
page(s) of claims 

sheets of drawings [ ] formal [ ] informal 

page(s) of Preliminary Amendment 

page(s) of Declaration and Power of Attorney 



An Assignment of the invention to Oji-Yuka Synthetic Paper Co*, Ltd. and 

Sanyo Chemical Industries. Ltd. 



CERTIFICATION UNDER 37 C.F.R. S 1.10 

I hereby certify that this New Application Transmittal and the documents referred to as enclosed therein are 
being deposited with the United States Postal Service on this date May 14» 1997 in an envelope as "Express 
Mail Post Office to Addressee" Mail Label Number EM233321808US addressed to: Assistant Commissioner 
for Patents, Washington, D.C. 20231. 

George M. Kaplan 



(Type or print name of person mailing paper) 



(Signature o^fterson mailing pa 




Page 1 of 3 




[ ] This application claims the benefit under 35 U.S.C. §1 19(e) of U.S. 
Provisional Application(s) No(s)>: 

APPLICATION NO(S) . : FILING DATE 



[X] Certified copy of application 
Country Appln. No . 



Japan 



HeL 8-131967 



Filed 
May 27. 1996 



from which priority under Title 35 United States Code, § 119 
is claimed 

[ ] is enclosed. 
[X] will follow. 



CALCULATION OF APPLICATION FEE* 



Number 



Number 



Basic Fee 



For 


Filed 


Extra 


Rate 


$770.00 


Total 
Claims** 


20 


-20 = 0 


x $22.00 


$ 0 


Independent 
Claims 


1 


-3 = 0 


x $80.00 


$ 0 


Multiple [ ] yes 
Dependent 
Claims [X] no 




Add'l. Fee 
Add'l. Fee 


$260.00 
None 


$ 0 
= $ 0 



TOTAL $770.00 



*Based upon accompanying Preliminary Amendment. 

**Includes all independent and single dependent claims and all claims referred to in multiple claims- 
See 37 C.F.R. § 1.75(c). 



Page 2 of 3 





[ ] Verified Statement of "Small Entity" Status Under 37 C.F.R. § 1.27. Reduced fees 
under 37 C.F.R. § 1.9(f) (50% of total) paid herewith $ . 

[X] The amount of $40.00 for recording the attached Assignment is included in the 
enclosed check. 



[X] A check in the amount of $810.00 to cover the 
[X] recording, [X] filing fee(s) is attached. 

[ ] Charge fee to Deposit Account No. 04-1121. Order No. 

TWO (2) COPIES OF THIS SHEET ARE ENCLOSED. 

[X] Please charge any deficiency as well as any other fee(s) which may become due under 
37 C.F.R. § 1.16 and 1.17, at any time during the pendency of this application, or 
credit any overpayment of such fee(s) to Deposit Account No. 04-1121 . Also, in the 
event any extensions of time for responding are required for the pending 
application(s), please treat this paper as a petition to extend the time as required and 
charge Deposit Account No. 04-1121 therefor. TWO (2) COPIES OF THIS SHEET 
ARE ENCLOSED. 



DILWORTH & BARRESE 
333 Earle Ovington Blvd. 
Uniondale, NY 11553 
Tel. No. (516) 228-8484 
Fax. No. (516)228-8516 



Date: Mav 14. 1997 




Rocco S. Barrese 



Reg. No. 25.253 



Page 3 of 3 




TNT THE UNITED STATES PATENT AND TRADEMARK OFF1C 



Applicants): Yamanaka et al. 
Serial No.: Not Yet Assigned 



Filed: 
For: 



Simultaneously 

SYNTHETIC PAPER 
WITH EXCELLENT 
PRINTABILITY 



Examiner: 



Group: Art Unit 



Docket 443-17 



Dated: May 14, 1997 




Assistant Commissioner for Patents 
Washington, D.C. 20231 



PPTTJJMTTVARY AMENDMENT 



Sir: 



Please enter the following Preliminary Amendment in the above-identified 



application: 



TN THE CLAIMS: 



Amend Claims 14, 15 and 20 as follows: 



\ 




14. (Amended) The synthetic paper as claimed in claim [1] 13, wherein 
the modified low-molecular weight polypropylene as component D is a polymer obtained by 
additionally reacting the modified low-molecular weight polypropylene [as claimed in claim 
13] with an aliphatic amine selected from monomethanolamine, monoisopropanolamine, 
diethanolamine, and dnsopropanoiamine* 
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^ 15. (Amended) The synthetic paper as claimed in claim [1] 13, wherein 

the modified low-molecular weight polypropylene as component D is a polymer obtained by 
additionally esterifying part or all of the carboxylic acid moieties of the modified low- 
molecular weight polypropylene [as claimed in claim 13] with a hydroxylated 

polyoxyalkylene compound. 

20. (Amended) The synthetic paper as claimed in claim 19, wherein the 
surface layer consisting of [a] the stretched film of the resin composition [as claimed in claim 
1] has a thickness of from 5 to 50 /un, and the total thickness of all constituent layers is from 
8 to 300 jum. 
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SYNTHETIC PAPER WITH EXCELLENT PRINTABILITY 



FIELD OF THE INVENTION 

The present invention relates to synthetic paper made 
of stretched polypropylene resin film with excellent 
antistatic properties and offset printability . 

BACKGROUND OF THE INVENTION 

Polypropylene resin films have hitherto been used in 
applications such as various wrapping films (see JP-A-54- 
99180; the term "JP-A" as used herein means an "unexamined 
published Japanese patent application" ) and synthetic papers 
(see US-A-4318950, JP-B-63-25613, and JP-A-5-57110; the term 
"JP-B" as used herein means an "examined Japanese patent 
publication") because they are inexpensive and excellent in 
water and chemical resistance* 

For use as synthetic papers, polypropylene resin 
films are required not only to possess improved antistatic 
properties so as to have satisfactory suitability for paper 
feeding and discharge (suitability for film feeding), but 
also to be printable by gravure printing, offset printing, 
f lexography , etc • 

Known techniques for imparting antistatic properties 
to polypropylene resin films include: a method comprising 
mixing a film base resin with a low-molecular weight 
antistatic agent of the kneading type, e.g«, sorbitan 
monooleate or glycerol monostearate, and then kneading the 
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mixture and extruding into a film; and a method comprising 
coating the surface of a film with a low-molecular weight 
antistatic agent of the coating type, e*g., a poly(oxy- 
ethylene) derivative , and then drying the coating. These 
methods have been put to practical use* 

However, the former method has a drawback that the 
antistatic properties do not last for long and there is a 
desire in the market for an improvement in this respect. The 
latter method has drawbacks in that the film loses its 
antistatic effect upon contact with water during use because 
the antistatic agent coated on the film surface is removed by 
the water and the period over which the film retains its 
antistatic properties is shorter than in the film produced 
using an antistatic agent of the kneading type. In addition f 
both methods have a further drawback in that the films 
produced cannot be used in offset printing or flexography, 
although printable by gravure printing. 

It has therefore been proposed to use a high- 
molecular weight permanent antistatic agent of the kneading 
type in order to prolong the period over which the antistatic 

properties last . 

For example, in EP-A-613919 a resin composition is 
proposed which comprises from 55 to 90% by weight poly- 
propylene resin (component A) r from 5 to 40% by weight 
polyetheresteramide containing aromatic rings (component B) 
which is derived from a polyamide having a number-average 
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molecular weight of from 200 to 5,000 and containing a 
carboxyl group at each end (component bl) and an alkylene 
oxide adduct of bisphenol having a number-average molecular 
weight of from 300 to 5,000 (component b2) , from 3 to 20% by . 
weight polyamide resin (component C) , and from 1 to 20% by 
weight at least one modified low-molecular weight poly- 
propylene (component D) selected from the following component 
dl to component d3 . 

Component dl: a modified low-molecular weight poly- 
propylene having a number-average -molecular weight of from 
800 to 25,000 and an acid value of from 5 to 150 . 

Component d2: a modified low-molecular weight 
polypropylene having a number-average molecular weight of 
from 800 to 25,000 and a hydroxyl value of from 5 to 150. 

Component d3t a modified low-molecular weight 
polypropylene obtained by partly or wholly esterifying 
component dl with a polyoxyalkylene compound and having a 
number-average molecular weight of from 1,000 to 28,000. 

The above resin composition has the advantages that 
its antistatic properties last over a satisfactorily 
prolonged period, and that gravure ink adhesion thereto is 
excellent because it contains polymers having polar groups 
(components B, C, and D) . However, it has the drawback that 
it cannot be printed by offset printing or flexography. 

On the other hand, with respect to an antistatic 
agent of the coating type, it has been proposed to use a 
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blend of a high-molecular weight acrylic resin antistatic 
agent with a primer such as a polyethyleneimine or a 
polyamine-polyamide epichlorohydrin adduct (see US-A-4663216) 
to not only attain satisfactory adhesion to a polypropylene 
resin film to thereby prolong the period over which 

V 

antistatic properties are retained but also enable multicolor 
offset printing. 

However, the film produced by the above prior art 
technique is still insufficient in the long-term retention of 
antistatic properties and is therefore unsatisfactory for 
practical use, 

SUMMARY OF THE INVENTION 

As a result of intensive studies made by the present 
inventors in view of the problems described above, it has 
been found that stretching a resin film comprising, as a base 
material, resin components A, B, C, D and E as described 
below and oxidizing the stretched film by corona discharge 
treatment, plasma treatment, or the like, are effective in 
rapidly imparting antistatic properties to the film and also 
in improving printing ink adhesion thereon because the 
stretching and oxidation generate ultraf ine cracks on the 
surface of the oriented polypropylene crystals in the film 
matrix and a permanent antistatic agent incorporated into the 
film through kneading appears easily on the surface of the 
film. The present invention is based on this finding* 

The synthetic paper, having excellent printability, 



0 • 

of the present invention comprises a film obtained by 
oxidizing the surface of a film obtained by stretching a 
resin film comprising as the base material a resin 
composition comprising 

100 parts by weight of resin components comprising 

component A: a polypropylene resin 55-90 wt% 

component B: a polyetheresteramide containing aromatic 

rings which is derived from 
component bis a polyamide having a number-average 

molecular weight of from 200 to 5,000 
and containing a carboxyl group at 
each end 

component b2: an alkylene oxide adduct of bisphenol 

having a number-average molecular 
weight of from 300 to 5 f 000 

5-40 wt% 

component C: a polyamide resin 3-20 wt% 

and 

component D: at least one modified low-molecular 

weight polypropylene selected from the 
following components dl to d3 

1-20 wt% 

component dl: an acid modified low-molecular weight 

polypropylene having a number-average 
molecular weight of from 800 to 
25,000 and an acid value of from 5 to 




150, 

component d2: a hydroxy modified low-molecular 

weight polypropylene having a number- 
average molecular weight of from 800 
to 25,000 and a hydroxy 1 value of 
from 5 to 150, 

component d3: an ester modified low-molecular 

weight polypropylene obtained by 
partly or wholly esterifying 
component- dl with a polyoxyalkylene 
compound and having a number- average 
molecular weight of from 1,000 to 
28,000, 

the total amount of all resin components being 100 wt%, 

and 

from 10 to 250 parts by weight of 

component E: fine inorganic particles, 
said stretching being conducted at a temperature lower than 
the melting point of the polypropylene resin as component A. 

The stretching of a film of a polypropylene resin 
comprising, as a base material, resin components A, B, C, D 
and E as described above orientates polypropylene crystals in 
the polypropylene film matrix. Upon oxidation of the surface 
of the oriented film by corona discharge treatment, plasma 
treatment, or the like, the film develops ultrafine cracks on 
the surface thereof. This facilitates the appearance of the 
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permanent antistatic agent as component B on the film surface 
to not only rapidly impart antistatic properties to the film, 
but also improve printing ink adhesion thereon. 

DETAILED DESCRIPTION OF THE INVENTION 
[I] Base Material Resin 
( 1 ) Components 

The resin components for use as the base material of 
the synthetic paper, having excellent printability, of the 
present invention comprises the following components A to D. 
(a) Polypropylene Resin (Component A) 

Examples of the polypropylene resin for use as 
component A include propylene homopolymer and copolymers 
(random or block) of propylene and one or more other a- 
olefins having 2 or 4 to 12 carbon atoms. Examples of such 
other ot-olefins include ethylene, 1-butene, 1-pentene, 4- 
methyl-l-pentene, 1-octene, 1-decene, and 1-dodecene. 

The polypropylene resin as component A has 
crystallinity. The polypropylene resin preferably has a 
degree of crystallinity of usually from 20 to 75%, in 
particular 35% or higher. Amorphous polypropylene resins 
having no crystallinity are undesirable in that a surface 
oxidation treatment brings about neither a sufficient 
improvement in printability nor rapid impartation of 
sufficient antistatic properties. The degree of crystal- 
linity can be determined by X-ray dif f ractometry , infrared 
spectroscopy and the like. 
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The polypropylene resin used as component. A has a 
melt flow rate (MFR) of usually from 0-5 to 150 g/10 min, 
preferably from 1 to 100 g/10 min. The melt flow rate (MFR) 
thereof can be measured in accordance with ASTM D1238 
(temperature 230°C, load 2,16 kg*f)- 

The content of component A in all base material resin 
components in the present invention is usually from 55 to 9 0% 
by weight, preferably from 60 to 85% by weight. If the 
content of component A is lower than the lower limit 
specified above, the resin film obtained has insufficient 
mechanical strength and poor water resistance . If the 
content thereof exceeds the upper limit , antistatic 
properties and offset printability are reduced, 
(b) Polyetheresteramide Containing Aromatic Rings 

(Component B) 

Polyetheresteramide containing aromatic rings 

(permanent antistatic agent) is* obtained by reacting 
polyamide having a carboxyl group at each end (i) and 
alkylene oxide adduct of bisphenol (ii)* 

(i) Polyamide Having a Carboxyl Group at Each End 
(Component bl) 

The polyamide having a carboxyl group at each end is 
any of (1) a polymer yielded by the ring-opening polymer- 
ization of a lactam, (2) an aminocarboxylic acid poly- 
condensate, and (3) a dicarboxylic acid/diamine poly- 
condensate which are obtained by subjecting one or more 
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amide-forming monomers to ring-opening polymerization or 
polycondensation in a conventional manner in the presence of 
a dicarboxylic acid component having from 4 to 20 carbon 
atoms as a modifier of molecular weight. 

Examples of the lactam which forms the polymer (1) 
through ring-opening polymerization of lactam include 
caprolactam, enantholactam, laurolactam, and undecanolactam. 

Examples of the aminocarboxylic acid which forms the 
aminocarboxylic acid polycondensate (2) given above include 
(o-aminocaproic acid, ^-aminoenanthic acid, a-aminocaprylic 
acid, (o-aminopelargonic acid, w-aminocapric acid, 11-amino- 
undecanoic acid, and 12-aminododecanoic acid. 

Examples of the dicarboxylic acid which reacts with a 
diamine to form the polycondensate (3) given above include 
adipic acid, azelaic acid, sebacic acid, undecanedioic acid, 
dodecanedioic acid, and isophthalic acid* Examples of the 
diamine include hexamethylenediamine, hep tamethylenedi amine, 
octamethy lenediamine , and decamethylenediamine . 

A combination of two or more of the amide-forming 
monomers enumerated above may be used. Preferred of those 
are caprolactam, laurolactam, 12-aminododecanoic acid, and a 
combination of adipic acid and hexamethylenediamine. 
Especially preferred are caprolactam and 12-aminododecanoic 
acid. 

Examples of the dicarboxylic acid having 4 to 20 
carbon atoms include aliphatic dicarboxylic acids such as 
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succinic acid, glutaric acid, adipic acid, pimelic acid, 
suberic acid, azelaic acid, sebacic acid, undecanedioic acid,, 
and dodecanedioic acid; aromatic dicarboxylic acids such as 
terephthalic acid, isophthalic acid, phthalic acid, and 
naphthalenedicarboxylic acid; alicyclic dicarboxylic acids 
such as 1,4-cyclohexanedicarboxylic acid and dicyclohexyl- 
4, 4 -dicarboxylic acid; and alkali metal salts of 3-sulf o- 
isophthalic acid, such as sodium 3-sulf oisophthalate and 
potassium 3-sulf oisophthalate. Preferred of these are the 
alicyclic dicarboxylic acids, the aromatic dicarboxylic 
acids, and the alkali metal salts of 3-sulf oisophthalic acid. 
Especially preferred are adipic acid, sebacic acid, tere- 
phthalic acid, isophthalic acid, and sodium 3-sulf oiso- 
phthalate . 

The number-average molecular weight of the polyamide 
having a carboxyl group at each end (component bl) described 
above is from 200 to 5,000, preferably from 500 to 3,000* If 
the number-average molecular weight of the polyamide 
(component bl) is lower than the lower limit specified above, 
the resulting polyetheresteramide itself has reduced heat 
resistance. If the number-average molecular weight thereof 
exceeds the upper limit, much time is required for polyether- 
esteramide production because such polyamide has reduced 
reactivity, 

(ii) Alkylene Oxide Adduct of Bisphenol (Component b2) 
Alkylene oxide adduct of bisphenol is obtained by 



reacting bisphenol and alkylene oxide. 

Examples of the bisphenols include bisphenol A (4,4'- 
dihydroxydiphenyl-2,2-propane), bisphenol F ( 4 , 4 ' -dihydroxy- 
diphenylmethane), bisphenol S ( 4 , 4 ' -dihydroxydiphenyl 
sulfone), and 4,4'-dihydroxydiphenyl-2,2-butane. Especially 
preferred of these is bisphenol A* 

Examples of the alkylene oxide include ethylene 
oxide, propylene oxide, 1,2- or 1,4-butylene oxide , and 
mixtures of two or more thereof. Preferred of these is 

ethylene oxide ► 

The number-average molecular weight of the alkylene 
oxide adduct of bisphenol as component b2 described above is 
usually from 300 to 5,000, preferably from 1,000 to 3,000- 

If the number-average molecular weight of component 
b2 is lower than the lower limit specified above, antistatic 
properties are insufficient. If the number-average molecular 
weight thereof exceeds the upper limit, much time is required 
for polyetheresteramide production because such component b2 

has reduced reactivity. 

The content of the alkylene oxide adduct of bisphenol 
as component b2 in the aromatic-ring-containing polyether- 
esteramide (component B) is usually from 20 to 80% by weight, 
preferably from 25 to 75% by weight, based on the total 
amount of components bl and b2. 

Contents of component b2 lower than the lower limit 
specified above are undesirable in that component B has poor 



antistatic properties . Contents thereof exceeding the upper 
limit are undesirable in that component B itself has reduced 
heat resistance* 

Processes for producing the aromatic-ring-containing 
polyetheresteramide (component B) are not particularly 
limited. Examples thereof include the following processes 
(1) and (2)* 

Process (1): An amide-forming monomer is reacted with 
a dicarboxylic acid having 4 to 20 carbon atoms to form a 
polyamide having a carboxyl group at each end as component 
bl. An alkylene oxide adduct of bisphenol as component b2 is 
added to the polyamide, and these components are polymerized 
at a high temperature and a reduced pressure to produce 
component B. 

Process (2): An amide-forming monomer is introduced 
into a reaction vessel simultaneously with a dicarboxylic 
acid having 4 to 20 carbon atoms and an alkylene oxide adduct 
of bisphenol as component b2. The reactants are reacted in 
the presence or absence of water at a high temperature with 
pressurizing to thereby yield a polyamide having a carboxyl 
group at each end, component bl, as an intermediate. 
Thereafter, the polyamide having a carboxyl group at each end 
as component bl is polymerized with the alkylene oxide adduct 
of bisphenol as component b2 under a reduced pressure to 
produce the component B. 

In the above polymerization reactions, known 
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esterif ication catalysts are generally used. Examples of the 
catalysts include antimony catalysts such as antimony 
trioxide, tin catalysts such as monofautyltin oxide, titanium 
catalysts such as tetrabutyl titanate, and metal acetate 
catalysts such as zinc acetate. The amount of these 
esterif ication catalysts employed is usually from 0.1 to 5% 
by weight based on the total amount of components bl and b2. 

The aromatic-ring-containing polyether ester amide 
(componBTit. B) is not particularly limited in its reduced 
viscosity (ijsp/C) (ASTM-D2857-93) (0-5 wt% m-cresol solution, 
25°C). However, the reduced viscosity thereof is usually 
from 0.5 to 4.0, preferably from 0.6 to 3.0. If the reduced 
viscosity thereof is lower than the lower limit specified 
above, heat resistance is poor. If the reduced viscosity 
■thereof exceeds the upper limit, moldability tends to be 
reduced . 

The content of the polyetheresteramide having 
aromatic rings (component B) in all base material resin 
components in the present invention is usually from 5 to 40% 
by weight, preferably from 5 to 30% by weight. If the 
content of component B is lower than the lower limit 
specified above, antistatic properties of resin film are 
insufficient. If the content thereof exceeds the upper 
limit, mechanical strength of resin film is reduced, 
(c) Polyamide Resin (Component C) 

Examples of the polyamide resin for use as component 




C include (1) polymers obtained by the ring-opening 
polymerization of lactams , (2) polycondensates of amino- 
carboxylic acid, and (3) polycondensates of dicarboxylic acid 
and diamine. 

Specific examples thereof include nylon 66, nylon 69 , 
nylon 610, nylon 612, nylon 6, nylon 11, nylon 12, and nylon 
46. Also usable are copolyamides such as nylon 6/66, nylon 
6/10, nylon 6/12, and nylon 6/66/12. Examples of component C 
further include aromatic-containing polyamides obtained from 
an aromatic dicarboxylic acid, e.g., terephthalic acid or 
isophthalic acid, and either m-xylenedi amine or an aliphatic 
diamine . 

Especially preferred of these are nylon 66, nylon 6, 
and nylon 12. 

The polyamide resin used as component C desirably has 
a reduced viscosity (97% sulfuric acid, concentration 1 g/100 
ml, 30°C) of usually from 0.8 to 5, preferably from 1 to 4 . 
If the reduced viscosity thereof is lower than the lower 
limit specified above, heat resistance tends to be impaired. 
If the reduced viscosity thereof exceeds the upper limit, 
moldability tends to be reduced. 

The content of the polyamide resin as component C in 
all base material resin components in the present invention 
Is usually from 3 to 20% by weight, preferably from 3 to 15% 
by weight. If the content of component C is lower than the 
lower limit specified above, antistatic properties are 
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insufficient. If the content thereof exceeds the upper 
limit, moldability into film is reduced* 
(d) Modified Low-molecular Weight Polypropylene 
(Component D) 

The modified low-molecular weight polypropylene for 
use as component D is a component capable of functioning to 
compatibilize the polypropylene resin as component A with the 
aromatic-ring-containing polyetheresteramide as component B 
(permanent antistatic agent) and the polyamide resin as 
component C. This modified low-molecular weight poly- 
propylene (component D) is at least one member selected from 
the following components dl to d3 . 

Component dl: an acid modified low-molecular weight 
polypropylene having a number-average molecular weight, 
usually from 800 to 25,000, preferably from 1,000 to 20,000, 
and an acid value of usually from 5 to 150, preferably from 
10 to 100. 

Component d2: a hydroxy modified low-molecular weight 
polypropylene having a number-average molecular weight of 
from 800 to 25,000 and a hydroxyl value of from 5 to 150, 
preferably from 10 to 100. 

Component d3: an ester modified low-molecular weight 
polypropylene obtained by partly or wholly esterifying 
component dl with a polyoxyalkylene compound and having a 
number-average molecular weight usually from 1,000 to 28,000, 
preferably from 1,200 to 25,000. 
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Component dl 

The modified low-molecular weight polypropylene as 
component dl can be obtained by modifying a low-molecular 
weight polypropylene having a number-average molecular weight' 
of from 700 to 20,000 produced by polymerization or by the 
thermal degradation of a high-molecular weight polypropylene. 
Specifically, this modification is accomplished by reacting 
the unmodified low-molecular weight polypropylene with an 
a^-unsaturated carboxylic acid and/or its anhydride by the 
solution or melt method if desired in the presence of an 
organic peroxide. From the standpoint of easiness of modifi- 
cation, the low-molecular weight polypropylene obtained by 
thermal degradation can be produced, for example, by the 
method described in JP-A-3-62804 . 

Examples of the a., (^-unsaturated carboxylic acid 
and/or its anhydride for use in the modification include 
acrylic acid, methacrylic acid, maleic acid, maleic 
anhydride, fumaric acid, itaconic acid, itaconic anhydride, 
and citraconic anhydride* Especially preferred of these is 
maleic anhydride . 

The amount of these modifiers used for the modifi- 
cation is usually from 1 to 25% by weight, preferably from 3 
to 20% by weight, based on the amount of the low-molecular 
weight polypropylene • 

If the number-average molecular weight of the thus- 
obtained component dl is lower than the lower limit specified 



above, heat resistance is poor, If the number-average 
molecular weight thereof exceeds the upper limit, the 
compatibilizing effect thereof is insufficient, so that 
mechanical properties of resin film are poor. 

If the acid value of component dl is lower than the 
lower limit specified above, the compatibilizing effect 
thereof is insufficient. If the acid value thereof exceeds 
the upper limit, the component has an impaired hue, and a 
resulting resin film is undesirably colored. 
Component d2 

Component d2 can be obtained by secondarily modifying 
component dl with an alkanolamine. Examples of the alkanol- 
amine include monomethanolaiuine , monoisopropanol amine, 
diethanolamine, and diisopropanolamine . Especially preferred 
of these is monomethanolamine. 

If the number-average molecular weight of the thus- 
obtained component d2 is lower than the lower limit specified 
above, the results are impaired suitability for paper feeding 
and discharge and impaired heat resistance. If the number- 
average molecular weight thereof exceeds the upper limit, 
compatibility among resins is impaired. 

If the hydroxyl value of component d2 is lower than 
the lower limit specified above, compatibility among resins 
is impaired. If the hydroxyl value thereof exceeds the upper 
limit, print quality tends to be influenced by humidity. 
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Component: d3 

Component d3 can be obtained by partly or wholly 
esterifying the carboxylic acid or carboxylic anhydride units 
of component dl with a polyoxyalkylene compound. 

Examples of the polyoxyalkylene compound include 
glycol having a hydroxyl group at each end, such as poly- 
ethylene glycol and polypropylene glycol, and compounds 
derived from the glycol by replacing the hydroxyl groups with 
amino or epoxy groups. Examples thereof further include 
polyoxyalkylene compounds basically having a hydroxyl group 
at one end and obtained by causing a compound having active 
hydrogen such as an alcohol (e.g., methanol, ethanol, 
butanol, octanol, lauryl alcohol, or 2-ethylhexyl alcohol) or 
a phenol (e.g., phenol, an alkylphenol, naphthol, phenyl - 
phenol, or benzylphenol ) to add an alkylene oxide. 

These polyoxyalkylene compounds (component d3) have a 
molecular weight of usually from 300 to 5,000. The degree of 
esterification thereof is preferred that from 10 to 100 mol% 
of the carboxylic acid or carboxylic anhydride units of 
component dl have been esterified. 

If the number-average molecular weight of component 
d3 is lower than the lower limit, heat resistance of resin 
film is reduced. If the number-average molecular weight 
thereof exceeds the upper limit, the compatibilizing effect 
thereof is insufficient. 

A combination of two or more of the modified low- 
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molecular weight polypropylene s as components dl to d3 
described above may be used* Also usable is a modified low- 
molecular weight polypropylene having carboxyl, hydroxyl, and 
polyoxyalkylene groups in one molecule. 

The content of component D in all base material resin 
components in the present invention is usually from 1 to 20% 
by weight, preferably from 3 to 15% by weight. 

If the content of component D is lower than the lower 
limit specified above , the compatibilizing effect is lessened 
and phase separation between resins is apt to occur. If the 
content thereof exceeds the upper limit, a resulting film has 
reduced strength . 

(e) Fine Inorganic Particles (Component E) 

For the purpose of imparting suitability for writing 
with pencil and opaqueness to a film, fine inorganic 
particles (component E) having an average particle diameter 
of from 0.01 to 15 um, preferably from 0*1 to 5 urn, are 
incorporated in an amount of from 10 to 250 parts by weight 
per 100 parts by weight of the resin components. 

By incorporating the fine inorganic particles , print- 
ability of the film can be improved. 

Examples of the fine inorganic particles include 
extender pigments such as calcium carbonate , calcined clay, 
silica, diatomaceous earth, talc, titanium oxide, and barium 
sulfate and printability improvers such as lithium chloride, 
potassium chloride, magnesium chloride, calcium chloride, 



sodium bromide, potass iuin bromide, and magnesium bromide. 
Preferred of these from the standpoint of the drying of 
offset inks is calcium carbonate. 

A printabiiity improver, such as selected from alkali" 
metal halides and alkaline earth metal halides, is desirably 
used in combination with an extender pigment in an amount of 
from 0.01 to 2 parts by weight per 100 parts by weight of the 
resin components . 

(f ) Optional Components (Component F) 

Incorporation of a nonionic, anionic, cationic, or 
amphoteric surfactant (component F) into the base material 
resin components is effective in further improving antistatic 
properties . 

Any desired other known additives for resins may be 
added to the base material resin components of the synthetic 
paper of the present invention according to various uses, as 
long as these optional components do not adversely influence 
the properties of the resin components. Examples of such 
additives include dyes, nucleating agents, lubricants, 
plasticizers, release agents , antioxidants, flame retardants, 
and ultraviolet absorbers . 
(2) Film Molding (Stretched Resin Film) 

The stretched resin film is obtained by mixing and 
kneading resins comprising components A, B, C, and D with 
fine inorganic particles, melt-extruding the resulting resin 
composition into a film, and then stretching the extrudate 



with an ordinary uni- or biaxially stretching machine either 
uniaxially from 3 to 8 times or biaxially from 10 to 60 times 
in terms of areal ratio at a temperature lower than the 
melting point of the polypropylene resin. 

Examples of the stretching means include tenters, 
mandrels, and pressure rolls. 

Within the film thus stretched with the stretching 
machine, the resins are in an oriented state. Since the film 
contains fine inorganic particles, microvoids are formed 
inside the film by stretching and the resulting film is 
opacified. The fine inorganic particles incorporated also 
cause the film surface to develop microcracks to thereby 
improve ink adhesion. 

The void content of the stretched film may be 
calculated using the following equation ( 1 ) ; 

Void content (%) = — - x 100 (1) 

Po 

p 0 : density of unstretched film 
p: density of stretched film. 

Further, the permanent antistatic agent (component 
B), polyamide resin (component C), modified low-molecular 
weight polypropylene resin (component D), and other 
components dispersed in the matrix comprising the poly- 
propylene resin (component A) are elongated by the stretching 
into long particles (islands) or particles in Rugby ball 
form* As a result, the distance among the resulting islands 
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of the permanent antistatic agent is reduced, and this 
results in satisfactory antistatic properties. 

Since the distance among islands of the permanent 
antistatic agent is short, the stretched film comes to have 
improved offset ink adhesion through a surface treatment . 

Further, when the fine inorganic particles are 
incorporated into the polypropylene resin (component A), 
because the fine inorganic particles are added in such a 
manner that part of the polypropylene resin is removed and 
the fine inorganic particles are therefor replenished, the 
concentration of the islands of the antistatic agent 
(component B) in the polypropylene resin (component A) is 
heightened, whereby the distance among the antistatic agent 
islands is reduced further. As a result, the effect of 
occurrence of antistatic properties and ink adhesion are 
further improved. 

Namely, the same level of antistatic properties and 
the same level of ink adhesion can be obtained using a 
smaller amount of antistatic and other components which are 
more expensive than the polypropylene resin. Consequently, 
the stretched resin film has an advantage of low production 
cost* 

The stretched resin film, when used alone as a 
synthetic paper, generally has a thickness of from 8 to 300 
jam, preferably from 12 to 150 j-tm. The stretched resin film 
may be laminated with another resin layer to form a syntheti 



paper. In this case, the surface layers of the laminate each 
is constituted of the stretched resin film. The thickness of 
each stretched resin film according to the present invention 
in the laminate is preferably at least 5 urn from the stand- 
point of long-term retention of the antistatic agent* 

In the laminate, the thickness of surface layer 
consisting of the stretched resin film of the present 
invention is from 5 to 50 urn, preferably from 5 to 30 pi, and 
the total thickness of the laminate is from 8 to 300 um, 
preferably from 12 to 150 um. 
(3) Oxidation Treatment 

The surface of the stretched film is oxidized for the 
purposes of imparting offset printability and screen print- 
ability and rapidly imparting antistatic properties. 

The oxidation can be accomplished by a general 
surface treatment. Examples thereof include corona discharge 
treatment, flame-plasma treatment, flame treatment, glow 
discharge treatment, and ozone treatment. Especially 
preferred of these are corona discharge treatment performed 
in an amount of from 20 to 500 W/min-m 2 and flame-plasma 
treatment performed in an amount of from 10 to 1,000 kcal, 
because these treatments are more effective in imparting 
printing ink adhesion and antistatic properties. 

The present invention will be explained below in more 
detail by reference to the Examples . 
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[J] Evaluation Methods 

Synthetic papers comprising stretched films were 

evaluated by the following methods. 

(1) Surface Resistivity 

(a) The surface resistivity of a film obtained 
through molding was measured in a 20 °C atmosphere having a 
relative humidity of 50% without subjecting the film to any 
treatment with a surface resistivity meter "HIRESTA MODEL HT- 
250" manufactured by Dia Instrument Co., Ltd. 

(b) A film obtained through molding was cleaned with 
an aqueous solution of a detergent ( "Mama -Lemon " , manufac- 
tured by Lion Corp.)/ subsequently sufficiently washed with 
ion-exchanged water, and then dried , following which its 
surface resistivity was measured under the same conditions as 
in (a) above* 

(2) Offset Printability 

A film obtained through molding was cut into 500 
sheets (wide 636 mm, length 469 mm) * These sheets were 
subjected to offset printing using an offset press (Dia 1F-2, 
manufactured by Mitsubishi Heavy Industries, Ltd.) in a 20 °C 
atmosphere having a relative humidity of 50%. 
Evaluation of Ink Adhesion 

A pressure-sensitive adhesive tape ("Cellophane 
Tape 1 ', trademark manufactured by Nichiban Co., Ltd.) was 
applied to the ink surface of the sheet which had undergone 
offset printing. After being sufficiently pressed against 
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the sample , the tape was stripped at a constant speed and 
angle. How the ink was peeled away was judged based on the 

following criteria* 

®: The ink remained unpeeled. 

o: Ink peeling occurred, but the peeling was too slight 
to pose a problem in practical use. 

a: The ink was peeled almost completely to pose a problem 
in practical use, although the peeling force required was not 
so weak. 

x: All the ink was peeled with very weak peeling force 
and was incapable of practical use. 

Evaluation of Suitability for Paper Feeding/Discharge 

Five hundred sheets of the film were subjected to 
continuous printing, and the suitability for paper feeding/- 
discharge was evaluated based on the number of printing stops 
caused by paper feeding/discharge troubles. The criteria 
used are as follows . 
®: No stops. 

o: The number of stops was 1. 

a: The number of stops was 2-5. 

x: The number of stops was 6 or larger. 

(3) Gloss was measured in accordance with JIS P-8142 (75 
degrees ) . 

(4) Opaqueness was measured in accordance with JIS P-8138. 
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[II] Experiment Examples 

[Production of Polyetheresteramides Containing Aromatic Rings 
{Component B) ] 

PRODUCTION EXAMPLE 1 

Into a stainless-steel autoclave having a capacity of 
3 liters were introduced 112 parts by weight of e-capro- 
lactam, 105 parts by weight of an ethylene oxide adduct of 
bisphenol A having a number-average molecular weight of 
1,000, 15 parts by weight of adipic acid, 0.3 part by weight 
of "Irganox 1010" (antioxidant manufactured by Ciba-Geigy 
Ltd., trademark), 0.5 part by weight of zirconyl acetate, and 
7 parts by weight of water. After the atmosphere in the 
autoclave was replaced with nitrogen gas, the autoclave was 
closed and the contents were stirred at a temperature of 
220°C and an elevated pressure for 1.5 hours to obtain a 
homogeneous solution. Polymerization was then conducted at 
245°C and a reduced pressure of 1 mmHg or lower for 3.5 hours 
to obtain a viscous polymer. 

This polymer was taken out of the autoclave, placed 
in the form of a strand on a belt, and then pelletized to 
obtain a polyetheresteramide . 

The obtained polymer had a reduced viscosity (*n sp /C, 
m-cresol solvent, 25°C, C=0.5 wt%; the same applies herein- 
after) of 1.80. This polyetheresteramide is referred to as 

[Bl]. 
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PRODUCTION EXAMPLE 2 

Into a stainless-steel autoclave having a capacity of 
3 liters were introduced 110 parts by weight of 12-amino- 
dodecanoic acid, 16.3 parts by weight of adipic acid, 
0,3 part by weight of "Irganox 1010," and 7 parts by weight 
of water. After the atmosphere in the autoclave was replaced 
with nitrogen gas, the autoclave was closed and the contents 
were stirred at a temperature of 220 °C and an elevated 
pressure for 4 hours. Thus, 117 parts by weight of a poly- 
amide oligomer having a carboxylic group at each end and 
having an acid value of 107 were obtained. 

To the oligomer were added 225 parts by weight of an 
ethylene oxide adduct of bisphenol A having a number-average 
molecular weight of 2,000 and 0.5 part by weight of zirconyl 
acetate- Polymerization was then conducted at 245 °C and a 
reduced pressure of 1 mmHg or lower for 5 hours to obtain a 
viscous polymer. 

This reaction product was treated in the same manner 
as in Production Example 1 to obtain a polyetheresteramide . 

The polymer obtained had a reduced viscosity of 2.10. 
This polyetheresteramide is referred to as [B2]. 
[Production of Modified Low-molecular Weight Polyolefins 
( Component D ) ] 

PRODUCTION EXAMPLE 3 
A mixture of 95 parts by weight of a low-molecular 
weight polypropylene obtained through thermal degradation and 
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having a number-average molecular weight of 12,000 and a 
density of 0.89 g/cm 3 and 5 parts by weight of maleic 
anhydride was melted at 180°C in a nitrogen stream. To the 
melt was dropwise added a 50% xylene solution of 1.5 parts by- 
weight of dicumyl peroxide over a period of 15 minutes* The 
reactants were then reacted for 1 hour. After completion of 
the reaction, the solvent was distilled off to obtain an 
acid-modified low-molecular weight polypropylene. 

This modified polymer had an acid value of 25*7 and a 
number-average molecular weight of 15,000. This modification 
product is referred to as [Dl] . 

PRODUCTION EXAMPLE 4 

Into 100 parts by weight of xylene was dissolved 
95 parts by weight of the acid-modified low-molecular weight 
polypropylene obtained in Production Example 3 at 120°C in a 
nitrogen stream. To the solution was dropwise added 5 parts 
by weight of monoethanolamine over a period of 15 minutes. 
The reactants were then reacted for 1 hour. After completion 
of the reaction, the solvent and the monoethanolamine 
remaining unreacted were distilled off to obtain a modified 
low-molecular weight polypropylene having hydroxy 1 group. 

This modified polymer had a hydroxyl value of 25*2 
and a number-average molecular weight of 16,000. This 
modification product is referred to as [D2]. 

PRODUCTION EXAMPLE 5 

A mixture of 95 parts by weight of the acid-modified 
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low-molecular weight polypropylene obtained in Production 
Example 4 and 50 parts by weight of an adduct of 24 moles of 
ethylene oxide to lauryl alcohol was melted at 180 °C in a 
nitrogen stream. Esterif ication reaction was then conducted 
at a reduced pressure of 10 mmHg or lower for 5 hours to 
obtain a polyoxyalkylene-modif ied low-molecular weight 

polypropylene * 

This polyoxyalkylene-modified polymer had a hydroxyl 
value of 0.5 and a number- average molecular weight of 18,000. 
Upon NMR spectrometry, the esterif ication reaction was 
ascertained to have been carried out quantitatively- This 
modification product is referred to as [D3]. 

EXAMPLE 1 

(1) Into a mixture of 80 wt% polypropylene having an 
MFR of 0.8 g/10 min f a melting point of 164°C (DSC peak 
temperature ) , and a degree of crystallinity of 67% (manufac- 
tured by Mitsubishi Chemical Corp.) and 8 wt% high-density 
polyethylene (manufactured by Mitsubishi Chemical Corp, ) was 
incorporated 12 wt% calcium carbonate having an average 
particle diameter of 1.5 jim. The resulting composition (I) 
was melt-kneaded with an extruder set at 270°C, subsequently 
extruded into a film, and then cooled with a cooler to obtain 
an unstretched film. After being heated to 140°C, this film 
was stretched in the machine direction 5 times. 

(2) Using a Henschel mixer, 54 wt% polyetherester- 
amide [Bl] obtained in Production Example 1 was mixed for 3 
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minutes with 18 wt% polyamide resin (UBE Nylon 1013B manufac- 
tured by UBE Industries, Inc.), 18 wt% acid-modified low- 
molecular weight polypropylene [Dl] obtained in Production 
Example 3, and 10 wt% polypropylene having an MFR of 4 g/10 
min {manufactured by Mitsubishi Chemical Corp. ) . The 
resulting mixture was kneaded with a vented twin-screw 
extruder set at 240 °C, extruded into strands with a die, and 
then cut to obtain a master batch [M] in a pellet form* 

(3) Polypropylene having an MFR of 4 g/10 min, a 
melting point of 164°C, and a degree of crystallinity of 64% 

(manufactured by Mitsubishi Chemical Corp*) was mixed in an 
amount of 38 wt% with 40 wt% calcium carbonate having an 

average particle diameter of L2 urn, 5 wt% titanium oxide 
having an average particle diameter of 0-8 p, and 17 wt% 
master batch [M] , containing a permanent antistatic agent and 

obtained in (2) above. The resulting composition (III) was 
melt-kneaded with an extruder and then laminated, using two 

extruders, to both sides of the stretched film having a 

stretching ratio of 5 obtained in (1) above. 

This three-layer laminate was heated to 155°C, and 

then stretched in the transverse direction 8 times with a 

tenter stretching machine to obtain a stretched film. 

Subsequently, the stretched film was treated with 50 W/m 2 *min 

corona discharge using a discharge device manufactured by 

Kasuga Denki Co., Ltd. to obtain a three-layer stretched 

film. 
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The thicknesses of the individual layers 
( ) of this three-layer stretched film were 20 

jiin/60 jim/20 M-in. 

COMPARATIVE EXAMPLE 1 

(1) Into a mixture of 80 wt% polypropylene having an 
MFR of 0*8 g/10 min and a melting point of 164°C (DSC peak 
temperature) (manufactured by Mitsubishi Chemical Corp.) and 
8 wt% high-density polyethylene {manufactured by Mitsubishi 
Chemical Corp.) was incorporated 12 wt% calcium carbonate 
having an average particle diameter of 1.5 jim. The resulting 
composition (I) was melt-kneaded with an extruder set at 

270 °C, subsequently extruded into a film, and then cooled 
with a cooler to obtain an unstretched film. After being 
heated to 140°C, this film was stretched in the machine 
direction 5 times. 

(2) Polypropylene having an MFR of 4 g/10 min and a 
melting point of 164 °C (DSC peak temperature) (manufactured 
by Mitsubishi Chemical Corp.) was mixed in an amount of 55 
wt% with 40 wt% calcium carbonate having an average particle 
diameter of 1.2 \im and 5 wt% titanium oxide. The resulting 
composition (II) was melt-kneaded with an extruder set at 
270°C and then laminated, using two extruders, to both sides 
of the stretched film having a stretching ratio of 5 obtained 

in ( 1 ) above . 

This three-layer laminate was heated to 155 °C, and 
then stretched in the transverse direction 8 times with a 



tenter stretching machine to obtain a three-layer stretched 
f ilirw 

Subsequently, the stretched film was treated with 50 
W/m 2 *min corona discharge using a discharge device manufac- 
tured by Kasuga Denki Co., Ltd. Thereafter, water-soluble 
acrylic resin antistatic agent "Suftomer 3200 " (manufactured 
by Mitsubishi Chemical Corp* ) was applied to the treated 
stretched film in an amount of 0.1 g/m 2 (on a solid basis), 

and then dried. 

The thicknesses of the individual layers (antistatic 
layer/(II)/(I)/(H) ) of the film obtained were 0*1 jim/20 
jim/60 p.m/20 jam* 

COMPARATIVE EXAMPLE 2 

(1) Into a mixture of 80 wt% polypropylene having an 
MFR of 0.8 g/10 min and a melting point of 164°C (DSC peak 
temperature) (manufactured by Mitsubishi Chemical Corp*) and 
8 wt% high-density polyethylene* (manufactured by Mitsubishi 
Chemical Corp.) was incorporated 12 wt% calcium carbonate 
having an average particle diameter of 1.5 Mia. The resulting 
composition (I) was melt-kneaded with an extruder set at 

270 °C, subsequently extruded into a film, and then cooled 
with a cooler to obtain an unstretched film. After being 
heated to 140°C, this film was stretched in the machine 
direction 5 times . 

(2) Polypropylene having an MFR of 4 g/10 min and a 
melting point of 164 °C (DSC peak temperature) (manufactured 
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by Mitsubishi Chemical Corp.) was mixed in an amount of 80 
wt% with 20 wt% master batch [M] , containing a permanent 
antistatic agent and obtained in (2) in Example 1. The 
resulting composition (III) was melt-kneaded with an extruder 
and then laminated, using two extruders, to both sides of the 
stretched film having a stretching ratio of 5 obtained in (1) 
above . 

This three-layer laminate was heated to 155 °C, and 
then stretched in the transverse direction 8 times with a 
tenter stretching machine to obtain a three-layer stretched 
f ilm. 

The thicknesses of the individual layers ((III)/(I)/- 
(III)) of the film obtained were 20 im/20 

COMPARATIVE EXAMPLE 3 

Compositions (I) and (III) used in Comparative 
Example 2 were laminated within a die in such a manner that 
composition (I) served as the intermediate layer sandwiched 
between two layers of composition (III). The laminate thus 
obtained by coextrusion was cooled with a cooler to obtain an 
unstretched three-layer film. The surface of this film was 
treated with 50 W/m 2 -min corona discharge using a discharge 
device manufactured by Kasuga Denki Co., Ltd. 

The thicknesses of the individual layers {(III) /(!)/- 
(III)) of the film obtained were 20 tim/60 \ua/20 \xm. 

EXAMPLE 2 

A composition (I) obtained by incorporating 12 wt% 



calcium carbonate having an average particle diameter of 1.5 
jim into a mixture of 80 wt% polypropylene having an MFR of 
0.8 g/10 min and a melting point of 164°C (DSC peak temper- 
ature) (manufactured by Mitsubishi Chemical Corp.) and 8 wt% 
high-density polyethylene (manufactured by Mitsubishi 
Chemical Corp.) and a composition (IV) consisting of 38 wt% 
polypropylene having an MFR of 4 g/10 min and a melting point 
of 164 °C (DSC peak temperature) (manufactured by Mitsubishi 
Chemical Corp.), 40 wt% calcium carbonate, 5 wt% titanium 
oxide , and 17 wt% master batch [M] , containing a permanent 
antistatic agent, were coextruded into a film in such a 
manner that composition (I) served as the intermediate layer 
sandwiched between two layers of component (IV). The 
resulting laminate was cooled with a cooler to obtain an 
unstretched three-layer film. 

Subsequently, this film was heated to 130°C and then 
stretched in the machine direction 5 times to obtain a 
uniaxially stretched film. 

The surface of this stretched film was subjected to 
flame-plasma treatment (550 kcal) using flame-plasma treating 
device Type F-3000 (trade name), manufactured by FLYNN Co. 

The thicknesses of the individual layers ((IV)/(I)/- 
(IV)) of the film obtained were 15 ^im/80 jm/15 jxm* 

EXAMPLE 3 

A uniaxially stretched film was obtained in the same 
manner as in Example 2 . 
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Subsequently, the uniaxially stretched film was 
heated to 155 °C and then stretched in the transverse 
direction 8 times using a tenter stretching machine to obtain 
a three-layer biaxially stretched film. 

The surface of this biaxially stretched film was 
subjected to the same flame-plasma treatment as in Example 2 
to obtain a laminated stretched resin film. 

EXAMPLES 4 AND 5 

Laminated stretched resin films were obtained in the 
same manner as in Example 2, except that composition (IV) 
serving as surface layers was replaced with each of the 
compositions specified in Table 1 . 

EXAMPLES 6 TO 8 

Laminated stretched resin films were obtained in the 
same manner as in Example 1, except that composition (III) 
serving as surface layers was replaced with each of the 
compositions specified in Table 2. 

The above examples and comparative examples and 
associated test data and performance results are summarized 
in Tables 1 and 2* 
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As described above , the synthetic paper of the 
present invention has excellent permanent antistatic 
properties and offset printability, which properties have not 
been attained with any prior art technique* Therefore, the 
synthetic paper of the present invention is especially useful 
in applications where the synthetic paper is offset prior to 
use, such as, e.g., various wrapping papers, information 
papers, labels, cards, books r and slip papers. 

While the invention has been described in detail and 
with reference to specific embodiments thereof, it will be 
apparent to one skilled in the art that various changes and 
modifications can be made therein without departing from the 
spirit and scope thereof. 
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WHAT IS CLAIMED IS: 



1 ♦ A synthetic paper which comprises a film Obtained 
by oxidizing the surface of a film obtained by streyching a 
resin film comprising as the base material a resin 
composition comprising 
, 100 parts by weight of resin components comprising 

component A: a polypropylene resin / 55-90 wt% 

component B: a polyetheresteramide containing aromatic 

rings which is derived irom 
component bl: a polyamide having a number-average 

molecular weight /of from 200 to 5,000 
and containing a carboxyl group at 



each end 



component b2: an alkylene ^xide adduct of bisphenol 

having a number- average molecular 
weight of yfrom 300 to 5,000 

5-40 wt% 



component C: a polyamide/resin 



and 



3-20 wt% 



component D: at least Ane modified low-molecular 

weight pfolypropylene selected from the 
following components dl to d3 

1-20 wt% 

component dl: An acid modified low-molecular weight 

polypropylene having a number-average 
molecular weight of from 800 to 
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01 



25 r 000 and an acid value of from ^to 
150, 

component d2: a hydroxy modified low-mo leprilar 

weight polypropylene havifig a number- 
average molecular weight of from 800 
to 25,000 and a hydyoxyl value of 
from 5 to 150, 

component d3: an ester modifier, low-molecular 

weight polypropylene obtained by 



component. 



partly or wholly esterifying 

dl with a polyoxyalkylene 
compound and having a number- average 
molecular weight of from 1,000 to 
28, / 0OO, 

the total amount of/ all resin components being 100 wt%, 

and 

from 10 to 250 part/s by weight of 

component E: >fine inorganic particles, 
said stretching bea.ng conducted at a temperature lower than 
the melting poin£ of the polypropylene resin as component A* 

2* The synthetic paper as claimed in claim 1, 
wherein the stretched resin film is one obtained by 
compounding a resin composition comprising the polypropylene 
resin as component A, the polyetheresteramide having aromatic 
rings as component B, the polyamide resin as component C, and 
the modified low-molecular weight polypropylene as component 
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D with the fine inorganic particles as component E, melt- 
extruding the resulting resin composition into a film, and 
then stretching the extrudate with an ordinary uni- or 
biaxially stretching machine either uniaxially from 3 to 8 
times or biaxially from 10 to 60 times in terms of areal 
ratio at a temperature lower than the melting point of the 
polypropylene resin, 

3. The synthetic paper as claimejS^xn claim 1, 
wherein the stretched resin film has/a void content as 
calculated using the following equation (1) of from 10 to 60% 

f rt / Void contend (%) = - x 100 (1) 



p 0 : density oz the unstretched film 
p : density of the stretched film. 
4* The synthetic paper as claimed in claim 1, 
wherein the oxidation of the surface of the stretched resin 
film is conducted by a treatment selected from corona 
discharge treatment, flame-plasma treatment, flame treatment, 
glow discharge treatment, and ozone treatment* 

5* The synthetic paper as claimed in claim 4, 
wherein the corona discharge treatment is performed in an 
amount of from 20 to 500 W/min»m 2 . 

6. The synthetic paper as claimed in claim 1, 
wherein the polyetheresteramide having aromatic rings as 
component B has a reduced viscosity (0.5 wt% m-cresol 
solution, 25°C) of from 0.5 to 4.0* 
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7. The synthetic paper as claimed in claim 1, 
wherein the polyetheresteramide having aromatic rings as 
component B is a polymer derived from the following 
components bl and b2: 

component bl : a polyamide having a number-average 
molecular weight of from 500 to 3,000 and containing a 
carboxyl group at each end, 

component b2: an alkylene oxide adduct of bisphenol 
having a number-average molecular weight of from 1,000 to 
3,000, 

8. The synthetic paper as claimed in claim 1, 
wherein the polyetheresteramide having aromatic rings as 
component B is a polymer synthesized from e-caprolactam, an 
ethylene oxide adduct of bisphenol A, and adipic acid* 

9. The synthetic paper as claimed in claim 1, 
wherein the polyetheresteramide having aromatic rings as 
component B is a polymer synthesized from 12-aminododecanoic 
acid, adipic acid, and an ethylene oxide adduct of bisphenol 
A. 

10. The synthetic paper as claimed in claim 1, 
wherein the polyamide resin as component C has a reduced 
viscosity (97% sulfuric acid, concentration 1 g/100 ml, 30°C) 
of from 0,8 to 5 • 

11. The synthetic paper as claimed in claim 1, 
wherein the polyamide resin as component C is a polyamide 
selected from the group consisting of nylon 66, nylon 69, 
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nylon 610 , nylon 612, nylon 6, nylon 11, nylon 12, nylon 46, 
nylon 6/66, nylon 6/10, nylon 6/12, and nylon 6/66/12* 

12. The synthetic paper as claimed in claim 1, 
wherein the modified low-molecular weight polypropylene as 
component D is at least one member selected from the 
following components dl to d3: 

component dl: a modified low-molecular weight poly- 
propylene having a number-average molecular weight of from 
1,000 to 20,000 and an acid value of from 10 to 100, 

component d2: a modified low-molecular weight 
polypropylene having a number-average molecular weight of 
from 800 to 25,000 and a hydroxyl value of from 10 to. 100, 

component d3: a modified low-molecular weight 
polypropylene obtained by partly or wholly esterifying 
component dl with a polyoxyalkylene compound and having a 
number-average molecular weight of from 1,200 to 25,000. 

13. The synthetic paper as claimed in claim 1, 
wherein the modified low-molecular weight polypropylene as 
component D is a polymer obtained by reacting a low-molecular 
weight polypropylene having a number-average molecular weight 
of from 700 to 20,000 with an unsaturated acid selected from 
acrylic acid, methacrylic acid, maleic acid, maleic 
anhydride, fumaric acid, itaconic acid, itaconic anhydride, 
and citraconic anhydride. 

14. The synthetic paper as Claimed in claim 1, 
n the modified low-molecular weight polypropylene as 
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component D is a polymer obtained by reacting the modified 
low-moiecular weight polypropylene as claimed in claim 13 
with an\liphatic amine selected from monomethanolamine, 
lonoisoprdtoanolamine, diethanolamine, and diisopropanolamine . 

^^^) 15*\The synthetic paper as claimed in claim 1, 
wherein the modified low-molecular weight polypropylene as 
\ompbnent D is\ polymer obtained by esterifying part or all 
of the carboxylic\ acid moieties of the modified low-molecular 
weight polypropylene as claimed in claim 13 with a 
hydroxylated polyoxy^lkylene compound. 

16* The synthetic paper as claimed in claim 1, 
wherein the fine inorganic particles as component E are 
particles of at least one member selected from calcium 
carbonate, calcined clay, silica, diatomaceous earth, talc, 
titanium oxide, lithium chloride, potassium chloride, 
magnesium chloride, calcium chloride, sodium bromide, 
potassium bromide, and magnesium bromide. 

17. The synthetic paper as claimed in claim 1, 
wherein the resin composition comprises 100 parts by weight 
of resin components consisting of 

component At a polypropylene resin 60-85 wt% 

component B: the polyetheresteramide 

having aromatic rings 5-30 wt% 

component C: a polyamide resin 3-15 wt% 

and 
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component D: the modified low-molecular weight 

polypropylene* 3-15 wt% 

the total amount of all resin components being 100 wt% 
and from 10 to 250 parts by weight of 

component E: fine inorganic particles. 

18. The synthetic paper as claimed in claim 1, which 
has a thickness of from 8 to 300 fiirw 

19 . A synthetic paper which comprises a biaxially 
stretched thermoplastic resin film base material and, 
laminated thereto on each side f a surface layer consisting of 
a uniaxially stretched film of the resin composition as 

laimed in claim 1 • 

20* The synthetic paper as claimed in claim 19, 
surface lay^r consisting of a stretched film of the 
composition as Claimed in claim 1 has a thickness of 
5 to 50 jim, and tHe total thickness of all constituent 
layers is from 8 to 300 
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ABSTRACT OF THE DISCLOSURE 

A synthetic paper, having excellent printability, 
obtained by oxidizing a film obtained by stretching a resin 
film comprising as the base material a composition comprising 
100 parts by weight of resin components comprising: 
component A: a polypropylene resin, 55-90 wt%; 
component B: a polyetheresteramide containing aromatic 
rings which is derived from a polyamide having a number- 
_ average molecular weight of 200-5,000 and containing a 

22 carboxyl group at each end and an alkylene oxide adduct 

tfj of bisphenol having a number-average molecular weight of 

£ 300-5,000, 5-40 wt%; 

lit component C: a polyamide resin, 3-20 wt%; and 

D component D: at least one modified low-molecular weight 

U polypropylene selected from a modified low-molecular 

2 weight polypropylene having a number-average molecular 

" weight of 800-25,000 and an acid value of 5-150, a 

modified low-molecular weight polypropylene having a 
number-average molecular weight of 800-25,000 and a 
hydroxyl value of 5-150, and a modified low-molecular 
weight polypropylene esterified with a polyoxyalkylene 
compound and having a number-average molecular weight of 
1,000-28,000, 1-20 wt% 
and 10-250 parts by weight of Component E: fine inorganic 
particles, which synthetic paper has excellent permanent 
antistatic properties and excellent offset printability. 
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(Declaration and Power of Attorney [1-1 J— page 

Attorney's Docket No 443-17 

COMBINED DECLARATION AND POWER OF ATTORNEY 

(ORIGINAL, DESIGN. NATIONAL STAGE OF PCT, SUPPLEMENTAL, DIVISIONAL, 

CONTINUATION OR CIP) 

As a below named inventor, i hereby declare that: 

TYPE OF DECLARATION 

This declaration is of the following type; {check one applicable item below) 
S3 original 

□ design 

□ supplemental 

NOTE: If the declaration Is for an International Application being fifed as a divisional, continuation or 
continuation-in-part application do not check next item: check appropriate one of last three items, 

O national stage of PCT 

NOTE: If one of the following 3 items apply then complete and also a ttach A DDED PAGES FOR DIVISIONAL, 
CONTINUATION OH CIP. 

□ divisional 

□ continuation 

D continuation-in-part (CIP) 

INVENTORSHIP IDENTIFICATION 

WARNING: If the inventors are each not JF» inventors of atl tire claims an explanation of the facts, mctuotng the ownership 
ot alt the claims at Urn time the last claimed iiwentton was n\ade. should be submitted 

My residence, post office address and citizenship are as stated below next to my name 1 
I believe I am the original, first and sole inventor (// only one name is listed below ) or an original, 
first and joint inventor {if plural names are listed below) o\ the subject mailer which is claimed and 
lor which a patent is sought on the invention entitled: 

TITLE OF INVENTION 

SYNTHETIC PAPER WITH EXCELLENT PRINTABILITY 

SPECIFICATION IDENTIFICATION 

the specification of which: (complete (a), (b) or (c)) 

(a) C3 is attached hereto. 

(b) D was filed on . as □ Serial No. 0 / 

or D Express Mail No., as Serial No. not yel known 

and was amended on {if applicable ). 

NOTE: Amendments fifed after the original papers are deposited with the PTO which contain new matter 
are not accorded a filing date by being referred to in the declaration. Accordingly, the amendments 
involved are those filed with the application papers or. in the case ot a supplemental declaration, 
are those amendments claiming matter not encompassed in the original statement of invention or 
claims. See 37 CFR 1.67. 

(c) D was described and claimed in PCT International Application No. 

filed on and as 

amended under PCT Article 19 on __ {if any). 



i or 5) 

PATENT 



t t 



(Declaration and Power of Attorney £1-11 — page _ 2 of 5) 

ACKNOWLEDGEMENT OF REVIEW OF PAPERS AND DUTY OF CANDOR 

i hereby state that I have reviewed and understand the contents of the above identified 
specification, including the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information 

* which Is material to patentability as defined in 37, Code of Federal 
Regulations, § 1,56 

{also check the following Hems, it desired) 
□ and which is material to the examination of this application, nameiy , information 
where there is a substantial likelihood that a reasonable examiner would 
consider it important in deciding whether to allow the application to issue as 
a patent, and 

D in compliance with this duty there is attached an information disclosure 
statement in accordance with 37 CFR 1.98. 

PRIORITY CLAIM (35 U.S.C. § 119) 

i hereby claim foreign priority benefits under Title 35, United States Code, § 119 of any 
foreign appHcation(s) for patent or inventor's certificate or of any PCT international 
application^} designating at least one country other than the United States of America 
listed below and have also identified below any foreign application(s) .for patent or 
inventor's certificate or any PCT international application(s) designating at least one 
country other than the United States of America filed by me on the same subject matter 
having a filing date before that of the application(s) of which priority is claimed. 

(complete (d) or (e)) 

(d) □ no such applications have been filed. 

(e) E3 such applications have been filed as follows. 

NOTE: Where item (c) is entered above and the International Application which designated the U.S. itseif 
claimed priority check item (e) t enter the details below and make the priority claim. 



A. PRIOR FOREIGN/PCT APPLICATION^} FILED WITHIN 12 MONTHS 
{6 MONTHS FOR DESIGN) PRIOR TO THIS APPLICATION 
AND ANY PRIORITY CLAIMS UNDER 35 U.S.C. § 119 



COUNTRY (OR 
INDICATE IF 
PCT) 


APPLICATION NUMBER 


DATE OF FILING 
(day, month, year) 


PRIORITY CLAIMED 
UNDER 35USC 119 


JAPAN 


P. Hei. 8-131967 


27/MAY/1996 


|p YES NO O 








D YES NO □ 








O YES NO O 








D YES NO D 








□ YES NO O 
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ALL FOREIGN APPLICATIONS), IF ANY FILED MORE THAN 12 MONTHS 
{6 MONTHS FOR DESIGN) PRIOR TO THIS U.S. APPLICATION 



NOTE: tt the application Sled more then 12 months from the filing dale of this application is a POT filing 
forming the basts for this application entering the United States as (f) the national stage* of (2) a 
continuation, divisional, or continuation-in-part, then also complete AOOED PAGES TO COMBINED 
DECLABA HON AND POWER OF A TTORNGYFOH DIVISIONAL, CONTINUATION OB CPAPPUCA T/ON for benefit 
of ttte prior US. or POT appltcaticnts) order 35 U.S.C § 120. 

POWER OF ATTORNEY 

I hereby appoint the following attorney^} and/or agent(s) to prosecute this application 
and transact all business in the Patent and Trademark Office connected therewith. (Lis? 
name and registration number) 

PETER G. DILWORTH, Reg. No. 26,450; ROCCO S. BARRESE, Reg. No. 25,253; JOSEPH X 
CATANZARO, Reg. No. 25,837; DAVID ML CARTER, Reg. No. 30,949; ADRIAN T. CALDERONE, 
Reg. No. 31,746; GEORGE M. KAPLAN, Reg. No. 2S,375; PAUL J. FARRELL, Reg. No. 33,494; 
PETER DELUCA, Reg. No. 32,978; JEFFREY S. STEEN, Reg. No. 32,063; JOSEPH W, SCHMIDT, 
Reg. No. 36,920; RAYMOND E. FARRELL, Reg. No. 34,816; GERARD M. WISSING, Reg. No. 
36,309; RUSSELL R. KASSNER, Reg. No. 36,183; FRANK CHAU, Reg. No. 34,136; SCOTT D. 
WOFSY, Reg. No. 35,413; MARGARET A. BURKE, Reg. No. 34,474; and, ANTHONY J. NATOLI, 
Reg. No. 36,223; each of them of DILWORTH & BARRESE, 333 Earie Ovington Boulevard, Uniondale, 
NewYoric 11553. 



SEND CORRESPONDENCE TO 

Rocco S. Barrese, Esq. 
DILWORTH & BARRESE 
333 Earle Ovington Blvd. 
Uniondale, New York 11553 



DIRECT TELEPHONE CALLS TO; 
[Name end telephone number } 

(516) 228-8484 



DECLARATION 

1 hereby declare that all statements made herein of my own knowledge are true and 
that atl statements made on information and betief are betfeved to be true; and further 
that these statements were made with the knowledge that wiilfuf faise statements and 
the like so made are punishable by fine or imprisonment, or both, under Section 1001 
of Title 18 of the United States Code, and that such willful false statements may jeopardize 
the validity of the application or any patent issued thereon. 



Full name of sole or first inventor 

inventor's signature 

natfl May 6, 1997 

Residence ibaraki, Japan 



SIGNATURE(S) 

Masaaki 



YAMANAKA 



Country of Citizenshi 



Japan 



Post Office Address c/o Chi-Yuka Synthetic Paper Co., Ltd., 23, 
Oazatouwada, Kamisu-cho, Kashima-gun, Ibaraki, Japan 
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Full name of second joint inventor, if any Hirpshi koyaha 

Inventors signature f~f "y!*) — ff^ya^^-^ — 



Date May 6 / 1997 Country of Citizenship Japan 

Residence Ibara ki. Japan 



Post Office Address c/o Oji-Yuka Synthetic Paper Co., Ltd,, 23 , 
Oazatouwada, Kamisu-cho , Kashitna-gun, Ibaraki/ Japan 



Full name of third joint Inventor, if any Yasuhiro ueda 
inventor's signature ^c^u^t^y tteek- 



Date May 6, 1997 Country of Citizenship Japan 

Residence Kyoto, Japan 



Post Office Address c/o Sanyo Chemical Industries, Ltd., 11-1, 
Ikkyo Momoto-cho , Higashiyasta-ku , Kyoto-shi, Kyoto , Japan 



Full name of fourth joint inventor^ if any 
Inventor's signature 



Date Country of Citizenship 

Residence „ 



Post Office Address 



Full name of fifth Joint inventor, if any 

inventor's signature 

Date Country of Citizenship 

Residence _ 

Post Office Address „ 
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CHECK PROPER BOX(ES) FOR ANY OP THE FOLLOWING ADDED PAGE{S) WHICH 

FORM A PART OF THIS DECLARATION 

O signature for subsequent joint inventors. Number of taaes 
added . 

D Signature by administrator(trix), executor(trfx) or fegal representative for 
deceased or incapacitated inventor. Number of pages added 

D Signature for inventor who refuses to sign or cannot be reached by person' 
authorized under 37 CFR 1.47. Number of pages added 

* * * 

□ Added pages to combined dectaration and power of attorney for divisional, 
conttnualion, or continuation-in-part (CIP) application. 

□ Number of pages added 




O Authorization of attorney(s) to accept and follow instructions from representa- . 
tive 



If no further pages form a part of this Declaration then end this Declaration 
with this page and check the following item 

a This dectaration ends with this page 



